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(54) Member for semiconductor device using an aluminum nitride substrate material, and 
method of manufacturing the same 


(57) A highly reliable member for a semiconductor 
device, in which a high melting point metallizing layer, 
which consists mainly of a high melting point metal such 
as W and/or Mo, and an intervening metal layer, which 
has a melting point of not greater than 1 ,000°C and con- 
sists mainly of at least one selected from among Ni, Cu 
and Fe, are provided on an AIN substrate material in this 
order on the AIN substrate material, and a conductor 
layer consisting mainly of copper is directly bonded to 
the intervening metal layer without intervention of a sol- 
der material layer. A semiconductor element or the like 
is mounted on the member for a semiconductor device, 
thereby fabricating a semiconductor device. The high 
melting point metallizing layer is formed on an aluminum 
nitride substrate by post-fire or co-fire matallization. 
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Description 

BACKGROUND OF THE INVENTION 
5 1 . Field of the Invention 

The present invention relates to a member for a semiconductor device, in which a conductor layer consisting mainly 
of copper is bonded to an aluminum nitride substrate material, a method of manufacturing such a member for a semi- 
conductor device, and a semiconductor device which employs such a member. 

10 

2. Description of the Prior Art 

Conventionally, alumina (Al 2 0 3 ) has widely been used as an insulating substrate material for a semiconductor 
package, and a member in which a metallized circuit consisting mainly of tungsten is formed on the insulating substrate 
is material in a multilayer structure has been used as a circuit board for a semiconductor IC. Alumina is superior in elec- 
trical insulation and mechanical strength, but its thermal conductivity is as small as approximately 17 W/m * K and its 
heat dissipation property is inferior. Alumina is, therefore, inappropriate to a circuit board on which to mount a high- 
capacity semiconductor IC. 

In contrast, aluminum nitride (AIN) has recently been spotlighted as a substrate material for a circuit board because 

20 of its electrical insulation and mechanical strength approximately equivalent to those of alumina, its light weight and its 
high thermal conductivity exceeding 100 W/m • K. In addition, aluminum nitride exhibits a mean coefficient of thermal 
expansion as small as 5.5 x 10" 6o C in the temperature range of from the room temperature to the silver-soldering tem- 
perature (approximately 800°C), so that aluminum nitride exhibits superior bondability and compatibility with an Si sem- 
iconductor chip (which has a coefficient of thermal expansion of 4.0 x 10" 6 f°C). However, aluminum nitride is poor in 

25 bondability with Kovar (having a coefficient of thermal expansion of 1 0 x 10" 6 /°C) and a 42 alloy (having a coefficient of 
thermal expansion of 11 x 10" 6 /°C) which are used for a package material or a through lead to a circuit board. 

It is generally known that various intervening layers are formed between nitride ceramic and metal so that the 
nitride ceramic and the metal are bonded to each other. For example, Japanese Patent Publication No. 2-34908 (1990) 
states that a layer made of a low-elastic-modulus metal and/or a metal having malleability and ductility, a layer made of 

30 a brittle material and a layer made of a material having a low coefficient of thermal expansion are formed as intervening 
layers in multilayer in this order from the ceramic side. However, bonding which uses these kinds of multiple intervening 
layers easily lowers the thermal conductivity by the multiple intervening layers provided for bonding purpose, and the 
application of such bonding to an aluminum nitride heat sink board is limited practically. 

For this reason, it has been a common practice to form a metallizing layer of W, Mo or the like on the surface of an 

35 aluminum nitride substrate material and bond the aluminum nitride substrate material to a metal member such as a lead 
frame or a package by silver-soldering via the metallizing layer. For example, Japanese Patent Laid-Open No. 63- 
289950 (1988) discloses the art of forming a W metallizing layer on an aluminum nitride substrate material and bonding 
a lead frame made of oxygen free copper having a high heat conductivity and a high thermal shock absorbing property 
(refer to Figs. 1 and 2 of Japanese Patent Laid-Open No 63-289950) to the W metallizing layer by silver-soldering. In 

40 this art, if necessary, an Ni layer for improving the wettability is formed on each of the W metallizing layer and the oxygen 
free copper lead frame, and both are bonded to each other by silver-soldering. 

In accordance with the aforesaid method of bonding the oxygen free copper lead frame to the aluminum nitride sub- 
strate material via the metallizing layer, thermal stress due to heating during silver-soldering is greatly reduced com- 
pared to ordinary lead frames using Kovar or the like, so that the bonding strength which lowers in the case of Kovar 

45 does not lower. However, the aforesaid method involves the problem that the shape of the lead frame is difficult to main- 
tain because oxygen free copper is a soft material. In addition, if a copper-based member is joined to an aluminum 
nitride substrate material via a silver-solder layer in the above-described manner, a large thermal stress action due to 
the silver-soldering occurs owing to the difference in thermal expansion between the silver-solder and the aluminum 
nitride, so that breakage or deformation, such as cracking or warp, easily occurs in the aluminum nitride substrate mate- 

so rial after the cooling. This leads to the problem that a special expensive sifver-solder material which is silver-rich and 
soft needs to be employed to lower the cooling stress, or strict control for a small-amount region is needed to make the 
silver-solder layer thinner. 

Under the circumstances, investigations have been made into various methods of bonding a metal member which 
is a conductor to an aluminum nitride substrate material without forming an intervening layer of solder material such as 
55 silver-solder. One method is a so-called DBC (direct bonding copper) method which does not use a W metallizing layer 
nor a solder layer to bond copper as a metal member to an aluminum nitride substrate material. 

For example, Japanese Patent Laid-Open No. 59-40404 (1984) discloses a method which includes the steps of 
forming on the surface of an aluminum nitride substrate material either a layer of an oxide of the aluminum nitride sub- 
strate material itself or a binding layer made of an oxide of aluminum, a rare earth element or an alkaline earth element 
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which are used as sintering aids for the preparation of a sintered body of aluminum nitride, preparing, as a counterpart 
to be bonded to the aluminum nitride substrate material, a metal material which contains a little amount of a binder of 
such oxide (which may contain oxygen alone) or has such layers formed on its surface in advance, and directly bonding 
the aluminum nitride substrate material and the metal material by using the affinity between the binding layers on these 
5 materials. For example, if the metal material is made of copper, it is bonded to the aluminum nitride substrate material 
having the oxide layer thereon, using the copper oxide formed on its surface, by subjecting the material to heat treat- 
ment in the temperature range of from the eutectic temperature of the copper oxide and copper to the melting point of 
copper. 

A similar method is disclosed in Japanese Patent Laid-Open No. 60-32343 (1985). This method is a bonding 

w method in which a thin copper-alloy eutectic layer containing an active metal (such as Ti, 2r or Hf) is intervened between 
an aluminum nitride substrate material and a copper heat sink board. Another DBC method is described in "Electronics 
Ceramics", the November issue, 1988, pp. 1 7 to 21 . In this method, a thin aluminum oxide layer of up to several microns 
is first formed on the surface of an aluminum nitride substrate material and then copper is bonded to the thin aluminum 
oxide layer via a Cu 2 0-Cu eutectic layer. 

75 However, in any of the above-described methods of bonding copper to aluminum nitride by using an eutectic region 
of a copper oxide and copper, the variation of the bonding strength easily becomes great unless the thickness of the 
oxide layer on the aluminum nitride is controlled within a narrow range, as illustrated in Fig. 4 of the above-cited report 
of "Electronic Ceramics". In addition, in these methods, since an intervening layer made of aluminum oxide and a cop- 
per oxide eutectic component formed between an aluminum nitride substrate material and a copper member is thin, 

20 breakage or deformation such as cracking or warp easily occurs in the substrate material owing to the difference in ther- 
mal expansion between copper and aluminum nitride. In addition, it is necessary to create a special oxygen partial- 
pressure atmosphere for eutectic bonding of copper and copper oxide at around 1 ,000°C. Since the surface of the cop- 
per member is oxidized by the special oxygen partial-pressure atmosphere, an extra step such as surface polishing is 
needed before the copper member is subjected to solder-bonding. When the copper member is mounted on the alumi- 

25 num nitride substrate material, it is necessary to carry out the time-consuming step of performing positioning for defin- 
ing a non-mounting portion, and forming with good reproducibility the boundary between the copper member and a 
fuse-contact portion on which to mount the copper member. 

In the method using an active metal as described in Japanese Patent Laid-Open No. 60-32343 (1985). an expen- 
sive active metal solder material is needed, and a high vacuum of not greater than 10" 4 Torr is needed during soldering. 

30 In many cases of soldering in nitrogen gas, it is also necessary to prepare a special metal soldering material containing, 
e.g., a large amount of Ti in advance. Furthermore, if such an active metal solder material is employed, voids are easily 
produced in the interface between aluminum nitride and the active metal solder material, so that cracking easily occurs 
therein. Thermal resistance may also increase because of the presence of the soldering material. 

35 SUMMARY QF THE INVENTION 

In consideration of the above-described problems, an object of the present invention is to provide a member for a 
semiconductor device, which has a bonding structure for ensuring high-strength bonding between an aluminum nitride 
substrate material and a conductor layer so that a metal member can be mounted to an aluminum nitride substrate 

40 material with high reliability in a semiconductor device which uses aluminum nitride for a substrate material, particularly 
in a connection structure for a high-power module in order to form a conductor layer consisting mainly of copper on the 
aluminum nitride substrate material, by preventing the substrate material from suffering the aforesaid damage during 
soldering to the W metallizing layer, preventing the substrate material from suffering breakage or deformation when a 
copper conductor layer is directly bonded to the substrate material by using the aforesaid copper oxide eutectic. pre- 

45 venting breakage of the member due to deformation (deflection) which occurs during the step of fixing the member to 
a semiconductor device after bonding, preventing increases of the material and working costs required for soldering 
and mounting. 

To achieve the above object, the present invention provides a member for a semiconductor device in which a high 
melting point metallizing layer, which consists mainly of a high melting point metal, and an intervening metal layer, which 

so has a melting point of not greater than 1,000°C and consists mainly of at least one selected from the group consisting 
of nickel, copper and iron, are provided on an aluminum nitride substrate material in this order from the aluminum nitride 
substrate material, and a conductor layer consisting mainly of copper is bonded to the intervening metal layer. 

Specifically, the present invention relates to a member for a semiconductor device, in which a conductor layer con- 
sisting mainly of copper which is widely used for use as high-power module, is provided on an aluminum nitride sub- 

55 strate material which is superior in heat dissipation property. In accordance with the present invention, it is possible to 
provide a semiconductor device such as a high power module by die-bonding a semiconductor device to the conductor 
layer of the member. 

The reliability of conventional direct bonding of a copper heat sink board and an aluminum nitride substrate material 
via an oxide layer or an activated metal solder layer is extremely low. For example, cracking or warp of the aluminum 
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nitride substrate material or separation of the copper heat sink board is caused by thermal stress which occurs during 
manufacture or use owing to the difference in thermal expansion between the copper heat sink board and the aluminum 
nitride substrate material. In addition, in the above-described copper eutectic bonding method using an intervening 
oxide layer, a groove may be provided in the bonding interface of a Cu -sheet as a conductor layer and the aluminum 

5 nitride substrate material so as to facilitate the forming of the oxide layer on the bonding interface. However, after the 
bonding, such groove may be left as a gap which lowers the strength. The bonding method using active metal solder 
may involve a positional deviation during bonding or allow an etchant to enter the bonding interface during etching in 
the circuit forming step. As a result, a space is produced between the aluminum nitride substrate material and the cop- 
per conductor layer, thereby also lowering the bonding strength. 

io To solve the above-described problems and improve the reliability to a great extent, the present invention provides 
a structure in which a high melting point metallizing layer and an intervening metal layer which has a melting point of 
not greater than 1,0GO°C and consists mainly of at least one selected from the group consisting of nickel, copper and 
iron are formed between an aluminum nitride substrate material and a conductor layer consisting mainly of copper. The 
role of the high melting point metallizing layer is not limited to only plating precipitation, solder-flow stabilization and 

75 general surface metallization for circuit formation or the like. The high melting point metallizing layer having a high 
Young's modulus absorbs the thermal stress due to the difference in thermal expansion between the conductor layer 
consisting mainly of copper and the aluminum nitride substrate material, thereby relaxing the thermal stress which 
adversely affects the aluminum nitride substrate material. The role of the intervening metal layer is to melt below 
1 ( 000°C so as to bond the high melting point metallizing layer to the conductor layer which consists mainly of copper. 

20 As the material of the intervening metal layer, a material of low hardness or a material which can readily be reduced in 
thickness is preferable so that the thermal stress generated can be decreased compared to general silver solder or acti- 
vated metal solder. 

It is particularly preferable that the length and width in the plane direction of the conductor layer be shorter than 
those of the high melting point metallizing layer and the intervening metal layer by not less than 0.05 mm so as to pre- 

25 vent a discharge phenomenon from occurring between the copper sheet, which is the conductor layer, and the alumi- 
num nitride substrate material and to provide a far more reliable member for a semiconductor device. Furthermore, the 
end shape of the conductor layer formed of the copper sheet is such that the angle formed by the side face of the con- 
ductor layer and the bonding interface between the conductor layer and the intervening metal layer is not greater than 
80°, whereas the angle formed by the upper surface and the side face of the conductor layer is not less than 80°. 

ju Accordingly, the discharge phenomenon preventing effect is improved to a further extent. The end surface of the con- 
ductor layer may be curved outwardly or inwardly in cross section. Incidentally, the end surface of the conductor layer 
is preferably a surface which is as smooth as possible, and more preferably the Rmax of the end surface is not greater 
than 20 um so that a discharge phenomenon can be prevented from occurring between the conductor layer and the alu- 
minum nitride substrate material. For the same reason, it is preferable that none of the corners or the edges of the con- 

35 ductor layer have a projection such as a burr, and, more particularly, small rounded surfaces are provided on the 
respective corners or edges of the conductor layer. 

A sintered body of aluminum nitride which is employed as an aluminum nitride substrate material may contain gen- 
erally known additives such as a rare earth element compound such as Y 2 0 3 , an alkaline earth element compound 
such as CaO, and, if necessary, a transition element compound such as TiN. The sintered body has a relative density 

40 of not less than 95%, preferably not less than 98%. The thermal conductivity of the sintered body is preferably not less 
than 1 00 W/m • K, more preferably not less than 1 50 W/m • K. Incidentally, a thin layer containing oxygen may previously 
be formed on the surface of the aluminum nitride substrate material on which to form a metallizing layer. This thin layer 
is mainly intended to accelerate the bonding of the aluminum nitride substrate material and the high melting point met- 
allizing layer, and contains, for example, Ai, Si, a rare earth element, an alkaline earth element, and oxygen. 

45 The high melting point metallizing layer consists mainly of a high melting point metal such as W, Mo, Ta, Ti and/or 
Zr. In order to improve its bondability with aluminum nitride, the high melting point metallizing layer may contain a glass 
frit which contains the aforesaid elements added to the sintered body, such as a rare earth element, an alkaline earth 
element, Si, AI and other transition elements. It is desirable that the thickness of the high melting point metallizing layer 
be 3-50 urn. 

so The intervening metal layer provided on the high melting point metallizing layer is preferably a layer of a composi- 
tion having a melting point of not greater than 1 ,000°C and comprising as a main component at least one selected from 
the group consisting of Ni, Fe and Cu. Two or more intervening metal layers may be formed. The thickness of this inter- 
vening metal layer is preferably 2-40 urn, and more preferably 5-20 um. An Ni-P composition is the one suited to the 
intervening metal layer, and a structure in which a layer of Ni-P composition is formed on a layer of Ni-B composition is 

55 particularly preferable. 

The material of the conductor layer which consists mainly of copper and which is bonded to the aluminum nitride 
substrate material via the above-described two layers may be copper such as oxygen free copper or tough pitch copper, 
a copper alloy such as a copper-molybdenum alloy, a copper-tungsten alloy or a copper-molybdenum-tungsten alloy, or 
a clad materia! such as copper- molybdenum-copper having both a high electrical conductivity and a low coefficient of 
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thermal expansion. A metal member which is disposed around aluminum nitride in a semiconductor device, and made 
of, for example, an Fe-Ni-Co alloy such as Kovar, an Fe-Ni alloy such as a 42 alloy. Ni, an Ni alloy, Cu, a Cu alloy, W, 
Mo, a W alloy, or an Mo alloy may be directly or indirectly bonded to the conductor layer, as required- 
Methods of manufacturing a member for a semiconductor device according to the present invention will be 

5 described below. First a high melting point metallizing layer is formed on the above-described aluminum nitride sub- 
strate material. One of the methods of forming the high melting point metallizing layer includes the steps of preparing a 
sintered body of aluminum nitride in advance, subjecting the sintered body to the above-described surface treatment 
(forming an oxygen-containing thin layer) if necessary, coating the resultant sintered body with a paste , which com- 
prises, as a main component, a metal selected from among the aforesaid high melting point metals, a mixture thereof, 

w or a mixture of such metal or metals and the aforesaid glass frit, is mixed with an organic binder (viscous material) and 
an organic solvent (viscosity modifier of the binder), for example, by printing to form a layer, preferably with a thickness 
of 5-60 urn, and firing the layer This procedure is a so-called post-fire metallizing method. 

There is another method which includes the steps of adding a forming organic binder to an aluminum nitride mate- 
rial powder mixture with a predetermined composition, compacting the obtained mixture into a compact, coating the 

75 compact with a high melting point metal paste similar to the above-described one, and f iring the paste and sintering the 
compact at the same time. This method is a so-called co-fire metallizing method. In the case of this method, it is impor- 
tant that high melting point metal grains as fine as possible are used for the high melting point metal paste and an agent 
which produces a liquid phase at low temperatures is selected as an additive for acceleration of sintering of aluminum 
nitride so that the sintering can be effected by cof iring at the same time at a lower temperature and their shrinkage fac- 

20 tors can be made approximately equal to each other, thereby preventing deformation of the aluminum nitride substrate 
material during sintering. In addition, it is expected that since the crystal grains of the aluminum nitride substrate mate- 
rial are made fine by sintering at low temperatures, the strength of the aluminum nitride substrate material is increased. 

After the high melting point metallizing layer has been formed in the above-described manner, an intervening metal 
layer having a composition which has a melting point of not greater than 1 ,000° r C and comprises, as a main component, 

25 Ni, Cu and/or Fe is formed. This intervening metal layer may be formed by any of the following methods: (1) forming the 
intervening metal layer on the bonding interface of the conductor layer consisting mainly of copper to be bonded to the 
aluminum nitride substrate material; (2) forming the intervening metal layer on the high melting point metallizing surface 
of the aluminum nitride substrate material; and (3) forming the intervening metal layer on both of the high melting point 
metallizing layer formed on the aluminum nitride substrate material and the conductor layer comprising copper as a 

30 main component. Two or more intervening metal layers of different kinds may be formed, as required. For example, in 
a representative example in which a nickel-phosphorus layer is formed on the high melting point metallizing layer on the 
aluminum nitride substrate material, after a high melting point metallized surface is subjected to nickel-boron plating, 
nickel-phosphorus plating may be applied to the nickel-boron-plated surface. 

After that, the aluminum nitride substrate material and a material prepared for forming the conductor layer compris- 
es ing copper as a main component are superposed on each other, with the intervening metal layer formed by any of the 
above«jescribed methods sandwiched therebetween: and the aluminum nitride substrate material and the conductor 
layer are bonded to each other by firing in a nitrogen-containing atmosphere at a temperature less than the melting 
point of the conductor layer, thus producing a member for a semiconductor device according to the present invention. 
The strength of the bonded portion of the member for a semiconductor device according to the present invention is sta- 

40 ble at a high peel strength of not less than 0.5 kg/1 mm. 

Incidentally, during the aforesaid sintering for bonding, if necessary, the aluminum nitride substrate material and the 
conductor layer may be temporarily fixed by using a setting jig made of a refractory material such as a carbon material, 
an alumina materia] or an aluminum nitride material, and, if further necessary, an appropriate load may be applied to a 
set in which both are superposed one on the other. 

45 

BRIEF DESCRIPTION QF THE DRAWINGS 

Fig. 1 is a cross-sectional view illustrating a method of measuring the peel strength of the bonded portion of a mem- 
ber for a semiconductor device according to the present invention. 
so Fig. 2 is a schematic explanatory view showing the end shape of a conductor layer according to the present inven- 
tion. 

Fig. 3 is a partly cutaway, side elevational view schematically showing a semiconductor device of the present inven- 
tion which was produced in Examples 3 and 8. 

Fig. 4 is a schematic cross-sectional view showing a member for a semiconductor device of the present invention 
55 which member was produced in Examples 3 and 8. 

Fig. 5 is a schematic cross-sectional view showing a member for a semiconductor device which was produced as 
a comparative example of Example 8. 
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DETAILED DESCRIPTION OF THE PREFERRE D EMBODIMENTS 

The reason why the relative density of the aluminum nitride substrate material used in the present invention is pref- 
erably not less than 95% is that the strength of its sintered body lowers when the relative density is less than 95%, and 

5 if such a sintered body is employed as a product, the reliability against thermal shock may become low. The reason why 
the thermal conductivity of the aluminum nitride substrate material is preferably at least 1 00 W/m • K is that, at a thermal 
conductivity of less than 1 00 W/m • K, it is difficult to achieve effective dissipation of heat generated during the operation 
of an element, particularly in the case of a power element. 

The composition of the high melting point metallizing layer after firing preferably contains a high melting point metal 

10 in an amount of not less than 80 volume % and the aforesaid type of glass frit in an amount of not greater than 20 vol- 
ume %. If the content of the high melting point metal is less than 80 volume % or the content of the glass frit exceeds 
20 volume %, the thermal conductivity of the high melting point metallizing layer may lower. It is desirable to control the 
thickness of the high melting point metallizing layer after firing within 3-50 um If such thickness is less than 3 urn. it may 
be impossible to provide a satisfactory mechanical adhesion between the high melting point metallizing layer and the 

15 aluminum nitride substrate material, whereas if the thickness exceeds 50 urn, the warp of the aluminum nitride sub- 
strate material tends to increase after the formation of the intervening metal layer. 

The intervening metal layer has a composition which consists mainly of Ni, Fe and/or Cu and has a melting point 
of not greater than 1 ,000°C, and it is particularly desirable to use a nickel-phosphorus composition as described previ- 
ously. The reason why the nickel-phosphorus intervening metal layer is preferable in the present invention is as follows. 

20 A eutectic Ni-P is formed at the interface at a temperature lower than the melting temperature of Ni itself and the reac- 
tion is accelerated, so that since Ni melts at this time, a good bonding can be provided between the conductor layer and 
W or the like of the high melting point metallizing layer. 

The thickness of the intervening metal layer is preferably 2-40 jim immediately after sintering, rf the thickness is less 
than 2 um a sufficient liquid phase for bonding is not obtained and an unbounded portion easily occur, so that thermal 

25 resistance may increase and stress due to the difference in heat shrinkage between the metallic portion of the copper 
conductor layer and AIN may concentrate. If the thickness exceeds 40 um, since Ni-P is a metal having a high Young's 
modulus, the absolute value of the difference in thermal stress between Ni-P and the aluminum nitride substrate mate- 
rial increases as the bonding area between Ni-P and the aluminum nitride substrate material increases, so that an 
excessive stress is applied to the aluminum nftride substrate material and the strength thereof may be degraded. 

30 Incidentally, either electrolytic plating or electroless plating may be used as a plating method for forming the inter- 
vening metal layer. As another method of forming the intervening metal layer, printing, vapor deposition or the like may 
also be adopted other than the plating. The thus-formed intervening metal layer is preferably sintered in a non-oxidizing 
atmosphere. 

The bonding of a conductor layer material and the aluminum nitride substrate material on which the intervening 
35 metal layer has previously been formed on the metallizing layer is carried out at a temperature of less than the melting 
point of the conductor layer material in a nitrogen-containing atmosphere. It is not preferable that the bonding temper- 
ature be not less than the melting point of the conductor layer material, because the desired dimensions of the conduc- 
tor layer are not obtained after bonding and a predetermined circuit pattern which has previously been formed on the 
conductor layer is damaged, with the result that the predetermined circuit pattern may be short-circuited. Incidentally, 
40 the member for a semiconductor device according to the present invention can also be adapted to a high-power module 
board, for example, a structure which uses a conductor layer consisting mainly of aluminum instead of copper. 

Example 1 

45 An AIN powder of 1 .2 ^m in mean grain size, Y 2 0 3 powder of 0.6 u.m in mean grain size, and CaO powder of 0.3 
um in mean grain size were prepared in weight percentages of 97 wt.%, 1 .5 wt.% and 1 .5 wt.%, respectively, and the 
thus-prepared powders were uniformly mixed for 24 hours in an ethanol solvent by means of a ball mill. Then, 10 parts 
by weight of PVB were added to 1 00 parts by weight of the powder mixture, thus preparing a slurry. 

Part of the slurry was spray-dried and then compacted into a plate shape by a powder compacting press. Then, the 

so compacted product was sintered at 1 ,700°C in a nitrogen atmosphere for 5 hours, thereby preparing a plate sintered 
body of AIN. One side of the obtained AIN sintered body was coated with a paste comprising, as a main component a 
W powder of 1 urn in mean grain size and containing 5 wt.% of an Si0 2 -based frit After de-gassing, the sintered body 
was fired at 1,600°C in a nitrogen atmosphere, thus forming a high melting point metallizing layer (the post-fire metal- 
lizing method). 

55 The remainder of the slurry was formed into a sheet of 1 .0 mm thick x 100 mm wide by a doctor blade method, and 
then formed into a plate product by blanking. The thus formed plate product was similarly coated with the same paste 
above-described, and after de-gassing, the thus-coated plate product was fired at 1 ( 700°C in a nitrogen atmosphere for 
5 hours, thereby effecting firing of the paste and sintering of aluminum nitride at the same time (the co-fire metallizing 
method). 
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Metallized AIN substrate materials of the kinds shown in Table 1, each of which had a W high melting point metal- 
lizing layer, were produced by either of the above-described methods. Incidentally, the materials produced by the post- 
fire metallizing method and those produced by the co-fire metallizing method were of the same shape. The sintered alu- 
minum nitride exhibited a density of 99% and no voids were observed in its surface, and its thermal conductivity ranged 
5 from 150 W/m-Kto160 W/m*K. 


Table 1 


10 

Samole 

Size of Metallized AIN Substrate Material 

Thickness of Metallizing 
layer (urn) 


Length (mm) 

Width (mm) 

Thickness (mm) 



1 

25 

25 

0.635 

2 


2 

25 

25 

0.635 

3 

15 







3 

25 

25 

0.635 

5 


4 

25 

25 

0.635 

10 


5 

25 

25 

0.635 

20 

20 

6 

25 

25 

0.635 

50 


7 

25 

25 

0.635 

60 


8 

25 

25 

0.635 

70 


9 

50 

50 

0.635 

5 

25 







10 

50 

50 

0.635 

10 


11 

50 

50 

0.635 

15 


12 

50 

50 

0.635 

20 

30 

13 

100 

100 

0.5 

5 


14 

100 

100 

0.5 

10 


15 

100 

100 

0.5 

15 


16 

100 

100 

0.5 

20 

35 






Ten samples were selected from each of the sample groups, and after the high melting point metallized surfaces of 
40 the selected samples were plated with Ni-P, the plated samples were held at 600°C for 30 minutes in a nitrogen atmos- 
phere, thus sintering the Ni-P plating layers. Any abnormality such as blister or peeling was not observed in any of the 
obtained intervening metal layers, and the plating thickness of any of the samples was in the range of 6 ± 0.3 jim. 

As a conductor layer, an electrolytic copper material of JIS C1020 which was 1 mm thick and equal in length and 
width to the AIN substrate material was placed on each of the samples, and the samples were placed on a graphite- 
45 made setter and were subjected to in-furnace bonding at 970°C for 30 minutes under a no-load condition in a nitrogen 
gas flow. An area analysis using an ultrasonic flaw detector was made on each of the samples after bonding, and no 
abnormal defect was observed. In addition, the cross section of each of the samples after bonding was observed with 
an SEM (scanning electron microscope) (magnification: x1 ,000), defects such as cracks or pin holes were not observed 
at the interface. 

so The peel strength and the warp of each of the obtained samples were measured, and the results were classified 
into a data group based on the post-fire metallizing method and a data group based on the co-fire metallizing method. 
The respective data groups are shown in Tables 2 and 3. The warp was obtained by placing each of the samples on a 
surface plate with its conductor layer faced up, measuring the difference between the maximum height and the mini- 
mum height from the surface plate of each of the samples on a diagonal line thereof, and converting the difference into 

55 a value per millimeter of the diagonal. The peel strength of the bonded portion of each of the samples was measured 
by, as shown in Fig. 1 , bonding a conductor layer 4 of 0. 1 mm thick x 4.0 mm wide to an intervening metal layer 3 pro- 
vided on a high melting point metallizing layer 2 of an AIN substrate material 1 , in such a manner as to make the length 
"I" equal to 3 mm, and then pulling a grip portion 4a projecting perpendicularly upwardly from one end of the conductor 
layer 4, in the upward direction at a speed of 20 mm/mi n. 
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Table 2 


Post-Fire Metallizing Method 


Sample 

Peel Strength (kg/1 mm) 

Warp (urn/mm) 

1 

0.5-0.6 

0.2-0.3 

2 

0.7-1.2 

0.3-0.4 

3 

1.4-1.8 

0.6-0.8 

4 

1.5-1.9 

1.0-1.2 

5 

1.5-1.7 

1.8-2.1 

6 

1.4-1.9 

2.0-2.1 

7 

1.6-1.8 

2.3-2.4 

8 

1.5-1.6 

2.4-2.6 

9 

1.3-1.8 

0.7-0.9 

10 

1.7-2.0 

1.1-1.3 

11 

1.6-1.8 

1.7-2.1 

12 

1.7-1.9 

2.1-2.3 

13 

1.2-1.8 

0.6-0.9 

14 

1.6-2.1 

1.1-1.3 

15 

1.7-2.0 

1.9-2.2 

16 

1.7-1.9 

2.1-2.2 
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Table 3 



Co-Fire Metallizing Method 

5 

Sample 

Peel Strength (kg/1 mm) 

Warp (|im/mm) 


1 

0.5-0.6 

0.4-0.5 


2 

0.8-1.4 

0.4-0.5 

TO 

3 

2.6-3.2 

0.6-0.8 


4 

2.8-3.2 

1.1-1.3 


5 

3.1-3.4 

1.7-2.0 


6 

3.3-3.5 

2.2-2.4 

1 D 

7 

3.4-3.8 

2.4-2.6 


8 

3.0-3.5 

2.5-2.8 


9 

2.8-3.8 

0.8-1.0 

20 

10 

2.8-3.2 



11 

3.2-3.5 

1.8-2.2 


12 

3.1-3.9 

2.2-2.3 


13 

2.8-3.4 

0.7-1.0 


14 

3.2-3.4 

1.2-1.4 


15 

3.4-3.5 

2.0-2.2 


16 

3.0-3.8 

2.1-2.2 


35 


40 


45 


50 


55 


As can be seen from the above results, according to the structure of the present invention, even a large-size sub- 
strate material of 25 mm long x 25 mm wide only exhibited practically allowable levels of a warp of approximately 3.0 
M m/mm at the most and a peel strength of approximately 0.5 kg/mm at a minimum. In addition, it can be seen that when 
the thickness of the high melting point metallizing layer was 3 urn to 50 urn, the peel strength exceeded 0.5 kg/1 mm 
and the warp became less than 3.0 um/mm, so that a high melting point metallizing layer could be obtained at a prac- 
tically sufficiently stable level. 

From the data of Tables 2 and 3, the following points are apparent when the post-fire metallizing method and the 
co-fire metallizing method are compared. The peel strengths of the co-fired metallized products are approximately twice 
as high as those of the post-fired metallized products. This is because, unlike the post-fire metallizing method in which 
only W on the sintered body is fired, in the co-fire metallizing method in which W is fired at the same time of the sirrtenng 
of a compacted product. W and AIN are firmly bonded to each other by a so-called anchor effect and W itself becomes 
dense. 

Comparative Example 

Using AIN substrate materials metallized by co-fire metallization having the same sizes as those of samples 4, 10 
and 1 4 of Example 1 and non-metallized AIN substrate materials prepared for the post-fire metallization of the samples 
4 10 and 14, a Cu-made metal member having the same length and width as those of Example 1 was bonded to each 
of the metallized or non-metallized AIN substrate materials by a conventional known method, i.e.. silver soldering or 
copper eutectic bonding. Thus. 1 0 samples were prepared for each of the AIN substrate materials. 

For silver soldering, a 13 Ag-8 silver solder material (Ag 78%-Cu 22%) conforming to the Japanese Industrial 
Standards was employed as a solder material. The same metallized AIN substrate materials and Cu-made metal mem- 
bers as those used in Example 1 were bonded to each other by holding them at 780°C for 30 minutes under a no-load 
condition in a nitrogen atmosphere. In copper eutectic bonding, the non-metallized AIN substrate materials having the 
same sizes as those of the respective samples 4, 10 and 14 were surface-oxidized at 1 .100°C in air to form Al^s layers 
on the respective AIN substrate materials, and Cu-made metal members, each of which had the same length and width 
as those of the AIN substrate material, and had an oxidized surface of CuaO and a thickness of 0.3 mm, were placed 
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on and bonded to the respective AIN substrate materials having the A! 2 0 3 layers formed on their surfaces. 

In the observation of the appearance of each bonding interface, particularly in each of the sample 10 of 50 mm x 
50 mm and the sample 14 of 100 mm x 100 mm, small cracks were observed in its ceramic portion, and small voids 
were observed in the portion between the solder material layer and the Cu-made metal member and in the portion 
5 between the Cu eutectic layer and the Cu-made metal member, in the bonding layer. Incidentally, although abnormal 
defects such as cracks or voids were not externally observed in the sample 4 of 25 mm x 25 mm, approximately 30% 
of defective portions (vacant portions) were detected even in the sample of 25 mm x 25 mm by an area analysis using 
a ultrasonic flaw detector. 

The peel strength and the warp of each of the aforesaid samples were measured similarly to Example 1 , and the 

10 results are shown in Table 4. 

Incidentally, in the case of copper eutectic bonding, the peel strength and the warp were measured by similarly pulling 
up the portion of the copper-made metal member which was bonded directly to the AIN substrate material without using 
any intervening layer Furthermore, each of the samples was subjected to a heating-cooling heat cycle (thermal shock) 
test in which each sample was subjected to 10-cycles of repetition of 0°C x 15 min->100°C x 15 min. The results are 

75 also shown in Table 4. In Table 4. the term "cracking*' means that the AIN substrate material cracked in its thickness 
direction, and the term "peeling" means that the bonded portion peeled off near the interface between the AIN substrate 
material and the Cu-made metal member. In the case of each of the aforesaid 3 samples of the present invention in 
which a Cu-made metal member which had the same shape as the aforesaid one and was not subjected to oxidation 
treatment was bonded to the Ni-P intervening layer of the AIN substrate material prepared by the co-fire metallizing 

20 method, cracks such as those observed in the comparative example were not at all observed after the thermal shock 
test. 


Table 4 


25 

Sample 

Sample Size 

Bonding Method 

Peel Strength (kg/1 
mm) 

Warp (^m/mm) 

Evaluation after 10 
Cycles of Thermal 
Shock 


4-a 

25mmx25mm 

Ag Solder 

1.2-2.0 

1.3-1.8 

Cracking 

30 

10-a 

50mmx50mm 

Ag Solder 

1.2-2.0 

2.3-3.0 

Cracking 


14-a 

100mmx 100mm 

Ag Solder 

Immeasurable 

3.4-4.6 

Cracking 


4-b 

25mmx25mm 

Cu Eutectic 

1.5-2.2 

1.4-2.1 

Peeling 

35 

10-b 

50mmx50mm 

Cu Eutectic 

1.5-2.2 

2.6-3.8 

Cracking 

14-b 

100mmx100mm 

Cu Eutectic 

Unmeasurable 

3.6-4.8 

Cracking 


40 From the above results, the following points become apparent, by comparing with the aforesaid products of Exam- 
ple 1 of the present invention. Any of the products using Ag soldering or Cu eutectic bonding is broken or undergoes 
peeling of a bonded portion, owing to thermal shock. This is because thermal stress occurs since the coefficient of ther- 
mal expansion of each of Ag-Cu and Cu is large compared to AIN. In the case of Ag soldering and Cu eutectic bonding, 
the warp after bonding is large, so that a product of not less than 1 5 mm x 1 5 mm is difficult to produce. This is because 

45 the coefficients of thermal expansion of Ag solder and Cu are large. 

Incidentally, it is considered that the cause of the fact that Ag-soldering bonding leads to a slightly smaller warp than 
that of Cu eutectic bonding is the stress relaxation due to W 

Example 2 

so 

Metallized AIN substrate materials each having a metallizing layer formed by post-fire metallizing under the same 
conditions as those of sample 4 shown in Table 1 of Example 1 were prepared, and an intervening metal layer having 
a thickness within 6 ± 0.3 urn was formed on the entire metallizing layer by Ni-P plating in a manner similar to that used 
in Example 1 . An abnormality such as blister or peeling was not observed in any of the intervening metal layers. 
55 Then, copper materials of JIS C1020 of 0.3 mm in thickness were placed on the surfaces of the respective inter- 
vening metal layers, and these sets were disposed on a graphite-made setter and were subjected to in-furnace bonding 
at 900°C for 30 minutes under a no-load condition in a nitrogen gas flow, thereby forming conductor layers. In this case, 
the copper materials were changed with respect to the length and width in the planar direction of each intervening metal 
layer, as shown in Table 5. Thus, 120 samples were produced for each size of the Cu materials. Area analysis using an 
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ultrasonic flaw detector was made on the bonded surfaces of the 120 samples, and no abnormal defect was observed. 
In addition, the cross section of each of 5 samples extracted from each sample group after bonding was observed with 
an SEM (scanning electron microscope) (magnification: x1 ,000), defects such as cracks or pin holes were not observed 
at their interfaces. 

5 Then, the peel strength and the warp of 1 5 samples extracted from each sample group were measured in a method 

similar to that used in Example 1 . and it was found out that the peel strength and the warp of each of the 15 samples 
were equivalent to those of the sample 4 shown in Table 3. After that, a check was made on the presence or absence 
of degradation in the dielectric strength of each of the remaining 100 samples for each group before and after the appli- 
cation of AC 1 ,000 V x 1 0 min. The results are also shown in Table 5. From the results shown in Table 5, it can be seen 

10 that the probability of occurrence of degradation phenomenon of the dielectric strength is small when the planar length 
and width of the conductor layer are equal to or smaller than the corresponding length and width of the intervening 
metal layer. It can also be seen that if the differences in length and width between the intervening metal layer and the 
conductor layer, which are obtained by subtracting the length and width of the conductor layer from those of the inter- 
vening metal layer are 0.05 mm or larger, the degradation phenomenon of the dielectric strength does not occur. 


Table 5 


Sample 

Difference in Length and Width of Inter- 
vening Metal Layer - Conductor Layer 

Number of Samples which 
Degraded in Dielectric Strength 
among 100 Samples 


Lengthwise (mm) 

Breadthwise (mm) 


17 

0.25 

0.25 

0 

18 

0.10 

0.10 

0 

19 

0.07 

0.07 

0 

20 

0.05 

0.05 

0 

21 

0 

0 

0 

22 

-0.03 

-0.03 

5 (No Problem in Practical Use) 

23 

0.07 

-0.03 

3 (No Problem in Practical Use) 

24 

-0.03 

0.07 

3 (No Problem in Practical Use) 


Example 3 

40 A metallizing layer and an intervening metal layer by nickel-phosphorus plating were formed under the same con- 
ditions as described in Example 2, and a conductor layer was formed of a copper material identical to that of Example 
2, under the conditions similar to those of Example 2. In this case, as shown in Fig. 2, the planar length and width of the 
conductor layer 4 were made 0.10 mm shorter than those of the intervening metal layer 3. and all the side faces of this 
copper material were etched so that the angle e A formed by the upper surface 4, and a side face ^ of the conductor 

45 layer 4 and the angle & 2 formed by the side face 42 of the conductor layer 4 and a bonding interface 43 between the 
conductor layer 4 and the intervening metal layer 3 were shown in Table 6. 

Although an area analysis using an ultrasonic flaw detector was made on all 120 samples for each case prepared 
in the above-described manner, no abnormal defects were observed, and no defects were observed in 5 samples 
extracted from each sample group even by a cross-section observation similar to that performed in Example 2. The peel 

so strength and the warp of each of extracted samples by a method similar that used in Example 2 were measured, and it 
was confirmed that the peel strength and the warp of each sample were equivalent to those of the sample 4 shown in 
Table 3. After that, each of 100 samples was bonded to a copper-made heat sink board by using a eutectic solder, thus 
preparing semiconductor device each having the structure shown in Fig. 3. 

Specifically, as shown in Fig. 4, the structure of a member 5 formed by each of the samples was such that a W high 

55 melting point metallizing layer 2, an Ni-P intervening metal layer 3 and a copper conductor layer 4 are bonded to each 
side of the AIN substrate material 1 in multilayer in this order. This member 5 was bonded to a copper-made heat sink 
board 6 by using a eutectic solder 7, and a semiconductor element 8 was bonded to one of the copper conductors 4 by 
die-bonding and was connected to another copper conductor 4 via leads 9. Then, as shown in Fig. 3, the obtained prod- 
uct was accommodated into a casing 1 1 provided with external terminals 12 and the casing 1 1 was filled with a resin 


11 


BNSDOCID. <EP. 


.07881 S3A2J_> 


EP 0 788 153 A2 


filler layer 13. thus preparing a semiconductor device. 

A voltage is applied to each of the 100 semiconductor devices for each sample group in which the members were 
incorporated, under the same condition as of Example 2, and variations in dielectric strength before and after the appli- 
cation of the voltage were measured. The result is shown in Table 6. No degradation in dielectric strength was observed 

5 before and after the application of the voltage, in any sample in which the angle @-| (shown in Fig. 2) formed by the 
upper surface 4^ and the side face 42 of the conductor layer 4 was not less than 80° and the angle 0 2 (shown in Fig. 2) 
formed by the side face 4 2 of the conductor layer 4 and the bonding interface 43 between the conductor layer 4 and the 
intervening metal layer 3 was not greater than 80°. However, in any sample in which the angle 0 1 was less than 80° 
and/or the angle 0 2 was greater than 80°, degradation in dielectric strength due to deterioration of resin caused by dis- 

10 charge from the conductor layer 4 was observed. Incidentally, in any of the samples, no defect due to cracking or warp 
was observed around the peripheries of the AIN substrate material and the conductor layer of the semiconductor device 
after the application of the voltage. 


Table 6 


Sample 

Angle <3> A (°) 

Angle ©2H 

Number of Samples which 
Degraded in Dielectric Strength 
among 100 Samples 

25 

85 

75 

0 

26 

100 

55 

0 

27 

85 

85 

1 (No Problem in Practical Use) 

28 

100 

85 

2 (No Problem in Practical Use) 

29 

85 

100 

1 (No Problem in Practical Use) 

30 

40 

100 

1 (No Problem in Practical Use) 

31 

50 

140 

1 (No Problem in Practical Use) 

32 

85 

100 

1 (No Problem in Practical Use) 


35 Example 4 

Metallized AIN substrate materials each of which had a high melting point metallizing layer formed on an AIN sub- 
strate material by post-fire metallization and had the same size as that of sample 10 of Example 1 were prepared, and 
intervening metal layers of different thicknesses of 3 urn, 4 urn, 5 urn, 8 urn, 10 um, 40 u.m and 50 urn were respectively 

40 formed on the high melting point metallizing layers by Ni-P plating. Thus, ten samples were prepared for each of these 
seven different thicknesses of the intervening layers. 

Then. Cu plates of JIS C1020 each having a thickness of 0.3 mm and the same length and width as the AIN sub- 
strate material were placed on the respective intervening metal layers of Ni-P, and the Cu plates were bonded to the 
respective intervening metal layers by heating under conditions similar to those of Example 1. The peel strength and 

45 the warp of each of the obtained samples were measured in a method similar to that of Example 1 , and defective por- 
tions were evaluated by an area analysis using an ultrasonic flaw detector. The results are shown in Table 7. 


50 


55 
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Table 7 


5 

Sample 

Plating Thickness (urn) 

Peel Strength (kg/1 mm) 

Warp (fim/mm) 

Area Analysis by Ultra- 
sonic Flaw Detector 






Defective Portion (%) 


33 

3 

0.6-0.9 

1.4-2.0 

14 (Practicable) 

10 

34 

4 

0.7-0.9 

1 .5-<£.4 

o (Practicable) 

35 

5 

0.5-1.6 

1.4-2.0 

0 (Practicable) 


36 

8 

1.5-1.7 

1.6-2.3 

0 (Practicable) 


37 

10 

1.4-1.8 

1.3-2.2 

0 (Practicable) 

15 

38 

40 

1.5-1.8 

1.3-2.0 

0 (Practicable) 


39 

42 

1.7-1.8 

2.6-2.9 

0 (Practicable) 


20 

In addition, AIN substrate materials metallized by post-fire metallizing, each of which had the same size as that of 
the sample 10 of Example 1 were prepared. The metallized AIN substrate materials were subjected to Ni-P plating of 8 
and sintered. 0.3-mm-thick Cu plates identical to the aforesaid ones were bonded at a temperature of 850-1000°C 
by heating under conditions similar to those of Example 1. Evaluation similar to the aforesaid one was made on each 
25 of the obtained samples. The results are shown in Table 8. It can be seen from the results that in the case of sample 44 
exposed to a bonding temperature exceeding the melting point of Cu, the Cu plate melted and no good bonding was 
obtained. 


Table 8 



Sample 

Bonding Tempera- 
ture (°C) 

Peel Strength (kg/1 
mm) 

Warp (jam/mm) 

External Appear- 
ance 

Area Analysis by 
Ultrasonic Flaw 
Detector 

35 






Defective Portion 
(%) 


40 

880 

1.6-1.8 

1.3-1.6 

Good 

20 (Practicable) 


41 

900 

1.5-1.7 

1.4-1.7 

Good 

4 (Practicable) 

40 

42 

950 

1.8-2.0 

1.4-1.8 

Good 

0 (Practicable) 


43 

1070 

1.7-1.9 

1.3-1.7 

Good 

0 (Practicable) 


44* 

1090 

Unmeas 

urable 

Cu melted 

(Unpracti cable) 


(Note) The sample marked with * is a comparative example. 

45 


Example 5 

50 

Metallized AIN substrate materials each having the same size as that of sample 10 of Example 1 and a high melting 
point metallizing layer formed by a post-fire metallizing method similar to that used in Example 1 were prepared. Thus, 
ten metallized AIN substrates were prepared for each sample. Copper plates each having a bonding surface of the 
same size (length and width) as that of the substrate material and a thickness of 0.3 mm were prepared separately from 
55 the metallized AIN substrate materials. After the bonding surfaces of the respective copper plates to be bonded to the 
metallized AIN substrate materials were subjected to Ni-B plating of 3 um, Ni-P platings and Cu-Zn platings of various 
thicknesses were formed, thereby forming intervening metal layers. 

The intervening metal layers of some of the copper plates and the metallized surfaces of some of the AIN substrate 
materials were put together, and were bonded together under the same conditions as described in Example 1 (samples 
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45 to 51). In addition, the other metallized A!N substrate materials were subjected to the aforesaid plating, and the 
obtained products were respectively bonded to the above-mentioned copper plates under the same conditions as set 
forth in Example 1 (samples 52 to 58). 

The peel strength and the warp of each of the obtained samples were measured by a method similar to that of 
5 Example 1 . The results are shown in Table 9 together with the results of observation of their external appearances and 
the results of area analysis using an ultrasonic flaw detector. It can be seen from Table 9 that when the thickness of the 
intervening metal layer is controlled within the range of 3-40 urn, a far better bonding can be obtained, whichever side 
is covered with the intervening metal layer. 

10 

Table 9 


Sample 

Kind of Plating 

Plating Thick- 

npcc / 1 1 

1 ICOO \f-*' ' '/ 

Peel Strength 
fka/1 mnrrt 

1 r\y/ i 1 1 ij i i r 

Warp (urn/mm) 

External 
Appearance 

Area Analysis 
by Ultrasonic 
Flaw Detector 







Defective Por- 
tion (%) 

• 45 

Ni-P 

3 

0.7-0.9 

1.2-1.6 

Good 

20 (Practicable) 

46 

Cu-Zn 

4 

0.6-0.9 

1.4-1.7 

Good 

15 (Practicable) 

47 

Ni-P 

5 

2.0-2.4 

1 .3-1 .6 

vjOOu 

o ^rracticaDie; 

48 

Ni-P 

8 

1 .9-2.3 

1.2-1.7 

Good 

0 (Practicable) 

49 

Ni-P 

10 

1 .9-2.2 

1.4-1.7 

Good 

0 (Practicable) 

50 

Cu-Zn 

30 

1.8-2.1 

1.2-1.6 

Good 

0 (Practicable) 

51 

Ni-P 

42 

1 .9-2.2 

2.6-2.9 

Good 

0 (Practicable) 

52 

Ni-P 

3 

0.6-0.9 

1.2-1.7 

Good 

22 (Practicable) 

53 

Cu-Zn 

4 

0.7-0.9 

1.4-1.8 

Good 

17 (Practicable) 

54 

Ni-P 

5 

1 .9-2.5 

1.4-1.9 

Good 

2 (Practicable) 

55 

Ni-P 

8 

1 .7-2.2 

1.4-1.6 

Good 

0 (Practicable) 

56 

Ni-P 

10 

1 .8-2.4 

1.3-1.7 

Good 

0 (Practicable) 

57 

Cu-Zn 

30 

1.7-2.2 

1.1-1.5 

Good 

0 (Practicable) 

58 

Ni-P 

43 

1 .8-2.2 

2.7-2.9 

Good 

0 (Practicable) 


40 

Example 6 

Metallized AIN substrate materials each having the same size as sample 10 of Example 1 and a high melting point 
45 metallizing layer formed by a co-fire metallizing method similar to that of Example 1 were prepared. Thus, ten metallized 
AIN substrate materials were prepared for each sample. Copper plates having Ni-B platings and Ni-P or Cu-P platings 
of various thicknesses in a manner similar to that of Example 5 were bonded to the metallized AIN substrate materials 
via the intervening metal layers (plating layers) under the same conditions as set forth in Example 1 . 

Evaluations were made of the obtained samples in a manner similar to that of Example 5. The results are shown in 
so Table 10. It can be seen from Table 10 that effects similar to those of the samples fabricated by the post-fire metallizing 
method of Example 3 were confirmed. 


55 
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Table 10 


5 

Sample 

Kind erf Plating 

Plating Thick- 
ness (um) 

Peel Strength 
(kg/1 mm) 

Warp (^im/rnm) 

External 
Appearance 

Area Analysis 
by Ultrasonic 
Flaw Detector 








Defective Por- 
tion (%) 

10 

59 

Ni-P 

3 

0.7-1.1 

1.4-1.7 

Good 

21 (Practicable) 


60 

Cu-P 

4 

0.9-1.4 

1.3-1.9 

Good 

13 (Practicable) 


61 

Ni-P 

5 

3.1-3.6 

1.6-1.8 

Good 

4 (Practicable) 

15 

62 

Cu-P 

8 

2.9-3.4 

1.3-1.9 

Good 

0 (Practicable) 

63 

Ni-P 

10 

3.2-3.6 

1.4-1.8 

Good 

0 (Practicable) 


64 

Cu-P 

30 

3.0-3.2 

1.5-1.6 

Good 

0 (Practicable) 


65 

Ni-P 

42 

3.0-3.2 

2.6-2.9 

Good 

0 (Practicable) 


20 


Example 7 

25 

Metallized AiN substrate materials each having a high melting point metallizing layer formed by post-fire metallizing 
under conditions similar to those of sample 10 of Example 1 were coated with an Ni paste containing 12 mole % of P 
by screen printing, and after the Ni paste was dried in a belt furnace, Cu plates were bonded to the substrate materials 
under the same conditions as those of Example 1 . Each of the obtained samples was evaluated in the above-mentioned 
30 manner. The results are shown in Table 1 1 according to the thicknesses of the intervening Ni-P layers. It can be seen 
from the results that even if the intervening metal layer is formed by a method other than plating, it is possible to achieve 
an effect similar to that of an intervening metal layer formed by plating. 


Table 1 1 


Sample 

Ni Intervening Layer 

Peel Strength (kg/1 mm) 

Warp (nm/mm) 

Area Analysis by Ultra- 





sonic Flaw Detector 


Thickness (u,m) 



Defective Portion (%) 

66 

5 

2.0-2.5 

1.3-1.5 

6 (Practicable) 

67 

8 

1.9-2.4 

1.5-1.8 

0 (Practicable) 

68 

10 

2.1-2.6 

1.4-1.7 

0 (Practicable) 

69 

42 

2.2-2.5 

2.7-2.9 

0 (Practicable) 


Example 8 

so 

A member of sample 10 produced by the co-fire metallizing method of Example 1 and a member of each of sam- 
ples 4-a and 4-b shown in Table 4, which were produced as the comparative examples, were bonded to a Cu-made heat 
sink board by a eutectic solder, thereby fabricating semiconductor devices each having the structure shown in Fig. 3. 

Specifically, the member of sample 10 is identical to the member 5 having the structure in which, as shown in Fig. 
55 4, the W high melting point metallizing layer 2, the Ni-P intervening metal layer 3 and the copper conductor layer 4 are 
bonded to both sides of the AIN substrate material 1 in this order. This member 5 was bonded to the copper-made heat 
sink board 6 by using a eutectic solder 7, and the semiconductor element 8 was connected to the member 5 via the 
leads 9 by die-bonding in a manner known to those skilled in the art. Then, as shown in Fig. 3, the thus obtained product 
was accommodated into the casing 11 provided with the external terminals 12 and the casing 11 was filled with the 
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resin filler layer 13, thus fabricating a semiconductor device. 

In the member of the comparative example, as shown in Fig. 5, as a bonding layer 10 substituted for both the W 
high melting point metallizing layer 2 and the Ni-P intervening metal layer 3 of sample 10, an Ag solder layer and a W 
high melting point metallizing layer (sample 4-a) or a Cu eutectic layer (sample 4-b) are(is) formed on each side of the 
AIN substrate material 1 . The structures of the other parts of the comparative example and the structures of semicon- 
ductor devices when the semiconductor device elements 8 are mounted on these members are the same as those of 
sample 10 of the present invention shown in Figs. 4 and 3. 

Each of these semiconductor devices was subjected to a 1,000-cycle heat cycle test. In the semiconductor device 
provided with the member of the sample 10 of the present invention, no defect due to cracking or warp was observed 
around the peripheries of the AIN substrate material 1 and the Cu conductor layer 4. In contrast, in each of the semi- 
conductor devices provided with the samples 4-a and 4-b. cracks running toward the AIN substrate material 1 were pro- 
duced at the interface between the AIN substrate material 1 and the Cu conductor layer 4. 

As is apparent from the above description, since the member according to the present invention has a connection 
structure in which an intervening metal layer is provided on an AIN substrate material provided with a high melting point 
metallizing layer and a conductor layer consisting mainly of copper is formed on the intervening metal layer, it is possible 
to provide a semiconductor device which has a markedly high reliability compared to any of the conventional connection 
structures. In particular, the member of the present invention which has the aforesaid connection structure has a supe- 
rior reliability as a member for high-power modules. 

In accordance with the present invention, it is possible to provide readily and inexpensively a highly reliable mem- 
ber for a semiconductor device, in which a metal member such as a lead frame made of copper, Kovar or the like is 
bonded to an aluminum nitride substrate material with high strength without cracking nor warp, preventing the substrate 
material from suffering damage or deformation which would have been caused by conventional bonding using soldering 
on a metallizing layer or copper oxide eutectic when the metal member is mounted on a conventional substrate material. 

Claims 

1. A member for a semiconductor device, in which a high melting point metallizing layer which consists mainly of a 
high melting point metal, and an intervening metal layer which has a melting point of not greater than 1,000°C and 
consists mainly of at least one selected from the group consisting of nickel, copper and iron are formed in this order 
on an aluminum nitride substrate material, and a conductor layer consisting mainly of copper is bonded to said 
intervening metal layer. 

2. A member for a semiconductor device according to claim 1, in which the planar length and width of said conductor 
layer are shorter than those of said high melting point metallizing layer and said intervening metal layer by not less 
than 0.05 mm. 

3. A member for a semiconductor device, according to claim 1 or 2, in which, in the end shape of said conductor layer, 
the angle formed by a bonding interface between said conductor layer and said intervening metal layer and a side 
face of said conductor layer is not greater than 80°. whereas the angle formed by the upper surface and the side 
face of said conductor layer is not less than 80°. 

4. A member for a semiconductor device according to any one of claims 1 to 3. in which said high melting point met- 
allizing layer is 3-50 urn i n thickness. 

5. A member for a semiconductor device according to any one of claims 1 to 4, in which said intervening metal layer 
is 2-40 urn in thickness. 

6. A member for a semiconductor device according to any one of claims 1 to 5. in which said intervening metal layer 
is made of nickel-phosphorus. 

7. A member for a semiconductor device according to any one of claims 1 to 5. in which said intervening metal layer 
includes two layers, a nickel-boron layer and a nickel -phosphorus layer, formed in this order on said substrate mate- 
rial. 

8. A method of manufacturing a member for a semiconductor device, in which a conductor layer consisting mainly of 
copper is bonded to an aluminum nitride substrate material, the method comprising the steps of: 

coating a sintered aluminum nitride substrate material with a paste containing a high melting point metal, and 
firing said paste to form a high melting point metallizing layer; 
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forming an intervening metal layer which has a melting point of not greater than 1 ,000°C and consists mainly 
of at least one selected from the group consisting of Ni, Cu and Fe, on either or both of said high melting point 
metallizing layer and a conductor layer consisting mainly of copper; and 

bonding said aluminum nitride substrate material to said conductor layer consisting mainly of copper via said 
5 intervening metal layer at a temperature of less than the melting point of said conductor layer. 

9. A method of manufacturing a member for a semiconductor device, in which a conductor layer consisting mainly of 
copper is bonded to an aluminum nitride substrate material, the method comprising the steps of: 

10 coating a compact comprising an aluminum nitride material powder with a paste containing a high melting point 

metal, and then firing the body to obtain an aluminum nitride substrate material and, at the same time, form a 
high melting point metallizing layer; 

forming an intervening metal layer which has a melting point of not greater than 1,000°C and consists mainly 
of at least one selected from the group consisting of Ni, Cu and Fe, on either or both of said high melting point 
is metallizing layer and a conductor layer consisting mainly of copper; and 

bonding said aluminum nitride substrate material to said conductor layer consisting mainly of copper via said 
intervening metal layer at a temperature of less than the melting point of said conductor layer. 

10, A semiconductor device in which a semiconductor element is die-bonded to the member for a semiconductor 
20 device set forth in claim 1 . 
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FIG. I 
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(54) Member for semiconductor device using an aluminum nitride substrate material, and 
method of manufacturing the same 


(57) A highly reliable member for a semiconductor 
device, in which a high melting point metallizing layer, 
which consists mainly of a high melting point metal such 
as W and/or Mo, and an intervening metal layer, which 
has a melting point of not greater than 1 ,000°C and con- 
sists mainly of at least one selected from among Ni, Cu 
and Fe, are provided on an AIN substrate material in this 
order on the AIN substrate material, and a conductor 
layer consisting mainly of copper is directly bonded to 
the intervening metal layer without intervention of a sol- 
der material layer. A semiconductor element or the like 
is mounted on the member for a semiconductor device, 
thereby fabricating a semiconductor device. The high 
melting point metallizing layer is formed on an aluminum 
nitride substrate by post-fire or co-fire matallization. 


FIG. 4 



a. 

HI 


Printed by Xerox (UK) Business Services 
2 16 2/34 


BNSDOCID: <EP^ 


07681 53A3.J _> 


EP 0 788 153 A3 


European Patent 
Office 


EUROPEAN SEARCH REPORT 


Application Number 

EP 97 10 1803 


DOCUMENTS CONSIDERED TO BE RELEVANT 


Category 


o 

u. 

S 


A 
A 
A 


Citation ot document with indication, where appropriate. 
ol relevant passages 


US 5 217 589 A (ARLEDGE JOHN K ET AL) 

* claims 1-11 * 

US 4 840 853 A (1 10 SAT0SHI ET AL) 

* claims 1-10 * 

EP 0 574 956 A (TOKYO SHIBAURA ELECTRIC 
CO) 

* claims 1-13 * 


Relevant 
to claim 


1,4,5,9 
1,4,5,9 
1,4,5,9 


The present search report has been drawn up for all claims 


Place of search 

THE HAGUE 


CLASSIFICATION OF THE 
APPLICATION <1nt.CI.6> 


H01L23/15 

H01L23/498 

C04B41/52 


TECHNICAL FIELDS 
SEARCHED (lnt.CI.6) 


C04B 
H01L 


Dare ef completion ot me search 

25 March 1998 


Examiner 


Hammel , E 


CATEGORY OF CITED DOCUMENTS 

X : parttcularty relevant ft taken alone 

Y ■ particularly relevant rf combined wrth another 

document ol the same category 
A : technological background 
O : non-wrmen disclosure 
P Intermediate document 


T theory or principle underlying the invention 
E : earOer patent document, but published on. or 

after the filing date 
D : document cited in the application 
L : document cited for other reasons 

4 : member of the same patent family, correspond ng 
document 


2 


ISDOCIO <FP 0.7RR1 I „ 


